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PRELIM | N ARY ‚ [Бебом_, [PRANE DART AEROSPACE LTD 
a Co cÊ HAWKESBURY, ONTARIO, CANADA 
a CHECKED DRAWING NO. REV. A 
[ D3524 SHEET 1 OF 2 
/ DATE TITLE SCALE 
06.05.02 UPPER AND LOWER PLATE 1:1 


А 06.05.02 NEW ISSUE 
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979.000 


СНАМҒЕК 
0.20 х 45° 
ALL AROUND 


DRILL #27 (0.144) 
C'SINK TO Ø0.250 X 100° 
(4 PLACES) 


D3524-1 LOWER PLATE 


NOTES: 
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1) MATERIAL: 6061-T6 ALUMINUM BAR (QQ-A-250/8 ОК QQ-A-200/8) 
(REF. DART SPEC: M6061T6B) 
2) FINISH: ACID ETCH AND ALODINE PER DART QSI 005 4.1 

POWDER COAT BLACK SANDTEX (4.3.5.7) PER DART О5! 005 4.3 
3) TOLERANCES ARE PER DART QSI 018 UNLESS OTHERWISE NOTED 
4) ALL DIMENSIONS ARE IN INCHES 
5) BREAK ALL SHARP EDGES 0.005 TO 0.010 
6) PART SYMMETRICAL ABOUT @ 


COPYRIGHT © 2006 BY DART AEROSPACE LTD. 


THIS DOCUMENT IS PRIVATE AND CONFIDENTIAL AND IS SUPPLIED ON THE EXPRESS CONDITION THAT IT IS NOT TO BE USED FOR ANY PURPOSE OR COPIED 
OR COMMUNICATED TO ANY OTHER PERSON WITHOUT WRITTEN PERMISSION FROM DART AEROSPACE LTD. 
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MECHANICAL PROPERTY RESULTS 


REFERENCE SAMPLE# UTS(KSI) YTS(KSI) s%Elong in 2" HARDNESS CONDUCT. BEND 
385 111 . 0001 0001 48.7 45.6 12.7 М/А М/А 
585 111 0001 0002 48.9 45.9 12.6 М/А М/А 


CHEMICAL COMPOSITION (ИТФ), ALUMINUM_REMAINDER 


Otners 

5061 LIMITS Si Fe. Cu Mn Mg cr zn Ti РЬ ві zr Ea Tot 

Maximum 0.80 0.70 0.40 0.15 1.20 0.35 0.25 0.15 МА МА МА 0.05 0.15 

Minimum 0.40 0.00 0.15 0.00 0.80 0.04 0.00 0.00 NA NA NA 0.00 0.00 
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APPLICABLE REQUIREMENTS: Kaiser Aluminum & Chemical Corp. ('Kaiser') 
| hereby certifies that metal shipped under 
ASTM-B221-02-STENCILED' this orđer has been inspected апа tested 
А$МЕ-5В221 1998 бЕСТ II `апа found in conformance with the applicable 
AMS-QQ-A-200/8 ) specifications forming а part of the descrip- 
UNSH#96061 Pa tion set forth in Kaiser's sales acknowledge- 
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ment form., Any warranty is limited to that 
shown on Kaiser's general terms & conditions 
of sale. Test reports are оп file, subject 
to examination. # 


